Appl. No. 10/798,162 
Amendment dated June 1, 2007 

Response to Final Office Action of February 7, 2007 

AMENDMENTS TO THE SPECIFICATION : 

Please replace the paragraph on page 2, line 10 with 
the following amended paragraph: 

One-pack PUR adhesives are also known (see, for 
example, Habenicht, Gerd: "Kleben: Grundlagen , Technologie, 
Anwendungen" , 2nd Edition, 1990, pages 65 and 66) . They 
normally contain aromatic polyisocyanates and polyols or 
NCO prepolymers produced therefrom and catalysts and other 
additives. In the presence of atmospheric moisture, they 
set in 10 to 60 minutes. T-e The catalysts are usually tin 
compounds and/or tertiary amines used in concentrations of 
up to 1% by weight. 

Please replace the first sentence after Table 2 on 
page 27, with the following amended sentence: 

The properties of formulations F3- F2 and Dl are 
compared in Table 3 below. 
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Response to Final Office Action of February 7, 2007 

Please replace Table 3 on page 27 with the following 
amended Table: 



Table 3 



Example 


F2 (invention) 


Gi Dl 


Test 






Open time 


1 minute 


1 minute 


Pressing time 


2 . 5 minutes 


5 . 1 minutes 


Viscosity 


4,750 mPas 


5,000 mPas 


Watt 91 


8.4 N/mm 2 


8.4 N/mm 2 


EN 204 Dl 


14.2 N/ram 2 


13.9 N/mm 2 


EN 204 D2 


12.3 N/mm 2 


12.0 N/mm 2 


EN 204 D3 


5.7 N/mm 2 


5.5 N/mm 2 


EN 204 D4 


5.2 N/mm 2 


5.2 N/mm 2 


Stability in 
storage 


+ 


+ 
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